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TECHNICAL RAW MATERIALS.

cells are polygonal with sharp angles, and uniform in size.   Fragments
of this tissue occur in abundance in the powder.

FIG. 245.   Myrobalans   (Terminalia   Chebula).   Cross-section   of   Pericarp   in   Potash,

(T, F, HANAUSEK.)

I epicarp with c cuticle; 2 collenchymaj 5 transition parenchyma; 4 transverse
sclerenchyma fibers; 5 large-celled (tannin) parenchyma with b sclerenchyrna fibres, 6
inner layers with a vascular bundle; 7 outer layers of stone with sc richly pitted lignified
cells and scf true sclerenchyma fibers.

Beneath the epicarp lies a Collenchyma tissue, 4-6 cells thick (Figs.
245 and 246, 2), with brown contents. The cells in cross-section are
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